d9) B*a«#fW(jp) 



02)*#I^^$g (B2) 



(45) 0 ^12^7^ 10 0 (2000. 7. 10) 



#rFH 3 0 6 1 0 4 1f 

(P 3 0 6 1 0 4 1) 

(24) 0 ¥^12^4^ 28 0 (2000. 4. 28) 



(51) Int. CI. 7 
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C 2 3 C 16/30 
28/04 



F I 

B 2 3 B 27/14 
C 2 3 C 16/30 
28/04 
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*Kfl?*l£rfT ^EftgsEgT S 5#33-§- 






(72)3gPJ!# 




(65)<&iHi#-^ 


#HB 5 Pll-267905 






(43)<&BSB 


^ll¥l0^ 5B (1999. 10. 5) 








¥fi!cll¥9.3 22 B (1999. 9. 22) 


(72) 




(31) 


^SI^lO-10054 




**»§WfrfljM:-TBi#i* 


(32)1g&B 


,*Pfi£l0¥l^22B (1998. 1. 22) 






(33)«5te«±«ia 


B* (JP) 


(74)ftilA 


100072844 



























(54) ««««-£&±a 



(57) [#rFt»*<75«Gffl] 

(a) 0EttM<OS^icn&t$ftF^j|£W^O ; 1~. 
3 m mCO^fb^-^^T'^f x -tCOiJStdO. 5~10(|. 
mCDT/US -ttf'J?/£< t t—m&mZhX&iV,. (b) 

(a) mtz3i9mm&<n&mm*n-&wk<n¥-&}&ztm 
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3 

<Dnsmm<oo%, m.mfflm<v¥m\Kzx, ass-fscoft 

& 2 u-toffi&zffitz-tz. t zftrnt-tzmxiM. i ~ 5 
co i/> -r t az t zm. co ft aasi^-&si«] 8'J X A. 

K»ttlL*:*flMiA*«)4«IMIBii«0. 5~5 w mT-fc 

srt £ -r s i ~ 6 cov *-f ^is»K:e*«J* 

{caSfflUfcftaSA75SJ¥^3~3 0 MtnCOT^^^ hit 

»i -T 5W*« 2 ~ 7 CO^-fttTiMCfSttcOftS^^ 
SHOINXJl* 

^■co_LTcoftajf (CWa L-TVv7iV>fec02)S 5 0 

fcsrt t -r 5 »*« 2 ~ 8 <7)^i"n,AAzmm<D 

H'JX A. 

- i &w<nt.t-rz>m#iK i ~ 9 co^-rn75^ta«gcofts 

icie«coft?t issi -g-^smij i a. 

#jj i ~ i i ov^-r na^Eaoftflwa-e^SHaiiKix 
a. 

[»*«i3] ffliEatt*a»e»*3«S<fc^#:''as*r 
°cm±i o o o°c&.T<nmMx-&m£ti-fzz\b&ftmb 

[0 0 0 1] ' 
IdgSjib- «£ tttMJc«>«JIM flD Xfc tt/B -T 5 ftH£I?iI-g-&£«iO 

iiit Lttiit-fe 19 , mm&&bffixmmzm&r\z 

[0 0 0 2] 

[S£*cogs»f] ^«*t«-9JWffl»XA«-K4: Lt 



(2) flflf 3 0 6 1 0 4 1 

4 

fCTi^Ta, NbCO^^fkife^m*DLfc-g-#) #JBV^ 

SS^CCVD^PVDfxiSi^SlVa, Va,' 

vi a i o- a 1 m^mm. mm, nmcm* 

*>e>*5»aiBI4:3~ 1 5 M mcoJ5£sc:ftSL7i;g5I-g- 
&X*ro«fllM-&j4s«*L-C^3. ««Bt*tt* fefcff ' 

< ti: 4^(S]{Cfe!J , 2 0 ju my.±cOBIJ?cOC VDSSi 
10 &XA-ei±*«Bt«WO!lftlB»fii»<oa^A>e>, a- 

[0003] rtucatLT, ftSSS-g-^co^s(c^« 

(»^^P 7 - 6 0 6 6 W<ci&) fcte£tlfiL 0 CCOg^co 
20 fcfcao, ^ !/ 7 -f*co^fc§»ft ccoftvV' 
[0 0 0 4] 

[J&9Jd*tf*LJ: 5 t-TSS®] ceo J; pic. &*co3? 
flE*flW«HWfe X*-Ctt»JW6tt *:*■* $ * 5 fc ft left 
flUEO * $ SrtiAD £ * 4 t X*co ffiX&mmT L fc 

$ ^fcAgJco^ic iotWo -c»*« 

[0 0 0 5] 

CBMISr#tt:-r5fc*«>#a] ±121 ttta*f5 fc 

tu z<D&m\z$ti£com'X. ffiig<v±7 5 -y^ni^ft 

[0006] ( 1 ) wc Sr-r h y y ^. b U '©c^&JR 

«»c<©*flW«rK»tfc«flKSa^««JH'JXAlcioi;% 
t, (a) KttflWi«o»*^»»-t-5*rt*asi»*o. 

1 — 3 y nu L < 0 . 3~1m mCO^k?-^ ^X' 

. 1 t<r>±M\zm^-o. 5~ 1 0 m m. U< t± 1 
50 ~5 m mW7/Kt^>4< t {j-ltlJtltfe'O, 



(3) 



3 0 6 1 0 4 1 



(b) miJLMe<z>mwwm^it%immn±x\ 

*SHHHIJ:9/h£<x (c) ffirE^ftttiftSB<a%lllR'f I 
(d) WSBJJftl^fflrottaB^wASro^i&ftSiSsaS 

»f ffi-C<0«««ffro3|ZiiStt«t 0 fcfi< ( e ) OTBTA' 

[0 0 0 7] (2) ME*fte<a*{k;^*^W±JIlC, 
J?^.3~3 0 meu if* L<(4 5— 1 5 nmOTX^? 

hit5IH±. jif*L<»4l 0-5 qpe&ftj^bfc-SAft 
^{k^>\ $ £>tC^:<7)_hJiic:J]p:^.0. 5~10^m, 
if* U< (4 1 ~ 5 m m07;^tm< i fc— Jl|£« 

Ste*tt8)MXJl. (3) 'ffrie^l^8U*«S«?ttflEflt<1)0 

#¥-ifi}£fc-5 tcoxjs 5 0%ty.Ji, if* L< Ii8 0 — 1 0 .0 
i t#«tr5±E '( 2) /icffi*roaflWSB5' 

[0008] ( 4 ) mtE.j}&mm&<n&mm*'(Dmi$im 
mnw-mmt i o M hkt^s r t *:#«fci-$jtie. 

±12 (1) - (4) rov^-rtbA»lc1BitO««i!i«SB-fr&JR 
8JWXA. 

(6) *HET/u5-J-Jl*sKt*Sixfc«»-C*Bfc»fflL 
fc^aJSA^^ 3 ~ 3 0 m if* L< »4 5 ~ 1 5 n 
mtDT*^? btttf 5 K±« if* L< (4 1 0~ 5 0 <£>te 

(2) ~ (5) ov^i"tLA»K:Ctt034ftflHSfl!-fr^K«]M 

XAo 

fc^giJBAfKOftSraPB^O. 5-5 m m. if* l_ < 14 
1-3 umX'hZ>ZbZW&k-rZ±?Z (1) - (6) 

[0009] ( 8 ) m&j}&&m&<n&mm<p<oAm<n 

3*>, 1^&y£9kfrtt*mLfc*9*m^<nh-&& 
±> if*U<(47 o~i o 0%T-<fe5;:i:£r#S&:i;-r£ 

±12 (2) - (7) M^irtiAnzKnm&WBa't&st 



WMT.M:. 

o) mm^&mmati&pmz : Si-z>ztz¥Fm. 

if-3±E (1) ~ (8) <Bi^rixa»lcK«<0*fflHBffi! 

[ooio] (i o) mm^^ti-ftT^i-rmitic - 

7/KtfS>5I«!:5r#iai:t5±t£ (1) - (9) co 
(1 1) WIE^Jftai»«B«)««fflt«f©*Stt3— y-f > 

?^mmtf)\£m.*.&tifcz.tzw&k-r *>±e cd 

io ~ (i o) ro^i"ix*»^E*<o«aijaa*AR«J«'Jx 
A. 

(12) SfiEatfeal^b^^^^k^^v.^^cNlt;. 

-g-^J^rS^^^i-r^C VD?£lCio-C8 0 0°Clit±l 
0 0 0°CWT, if* L< (4 850-95 0 tcD^T-ft 
mtstitzz 4: *:»»<!: i"«±E (2) - (l l) ©.yyf 
*U»KK*©»^«-§:&«g)»JX:». 

(13) *Sas#«fl|JiwBtff«)i/2«±ro4Sf«* ' 
Srfl-T5r4:S:«p«i:i-5±E (1) ~ (12) ©ir\f. 
ixjWCK*<0««««^&*iSraijXA. 

20. (14) ScSJKOJS^-S-fi-aS 3 ~ 5 0 n mCWcfe 
. 5w i£^$Sci:-r5±E (1) ~ (13) co^TtL^fc 

.. ... .. .. waitf 1 ^ vcora.*j <t <o»mai^y^ m. 

Er^s^JiwH(ctt^raJi^as^r.v^rt«fe.f£ 

V \ ^FhIJI i LX (iff $ 0 . 1 ~ 5 M mSit coffl-kjk ¥■ . 
.... £tfb^.?V N .^a»f^#V^a»6&5Ji'.!4J*»f . 

.... ... t±>ti£><, 

[0 0 1 1 ] 

iSDtrixCSCTi, Ta, NbfO^ifkiJrSiO 

K«tfc«aEiaffl-&*»«BiJX*»c*i^-C, (.a) tt^ff 
. Jiro«#:ci»9rt-$*rtJi^ff*o. l~3 M m, if* 
L<(40. 3~lMm©tft^ytU $ o(C j ecO± 
g(C0. 5~1 0 Mm, if*L<(41~5 MmCOTyWS 
^-Sr'>/£< t*>— JWfciRra. JEKff*.U<l4, 
ESft^^ virflilET/'U5^-c0F B T(^J?:^.3~3 0 *t m, 
40. if* L< (4 5- 1 5 Mmrorx^^ htt5W± > if* L 

.. < tti o~5 oroettAa^fca^fcte^^tttaH- 

^«,sr B iPSJ:'9^<-r5„ (c) gireaft^ttoifc 

SK^OftSwH, .S^{l!l«5*^w5tiSSzlst«rE*l*3a 
©Hkf^yrt, t L< (4^{k^^^«t 9 fc±JSrt>b u. 
< (4^-ixibcosrawi?-S(c:fe'5'bcoas5 0%«±, if* 
L< (48 0- 1 0 0%T-fc^o SfjE^rtJlCDgft;^^ 
<73 ±J§ (c sff E&^ai & 5 9 \s & LltWa 
50 *tef4, tfiESf^JlW^-fli^^vrt, MrEStt**»&»fc 
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BB^ej^S^S-ft:^ * Affile £> -5 t<75^5 0%&. 
±, »4 L< Ii8 0~ 1 0 0%-C*£>5. (d) iufEJIft 

^spj^fSJ: 19 ^M<-TS, (e) tfita7Vu5:^-/!co'> 
[0 0 1 2] #Tfc±E3S0i (1) [C&ttS, (a) ~ 

(e) s.vt<o{&<o%m<om^m^i,c'o\ t ^xmm-t-i). 

m-tz><r>*m<'mm.t LT##ic«ft-c^57j^-c-<Jb 
5. -eroff^fio. 1 tf m^-c-rt^co^^^r-t 

1". 3 n mi 9 4>J¥< i"S fc»»*6tt*sffiT-rSfc»C 

■C, ««>AC^O. 5 Mm*WC*)5i:-tOSSj*a«/h$ 
<, 1 0 y m*«jt«i»fc«te»CT#*Lv^i«>£ 

0 (CPS^Lfco *BM£/if £ Li/^coii 1 ~5 y mt* 
5. rr-cr/u^^-Sfi^SffCfc <fc< ; t 
i N, T i CN, TiC, T i BN, T i B NOl'4 if 

C, T/USftSo'rt-MllClfi, TiC, T i BN, T i 
N, T i BNO, T i CO, T i C N O * if , #1> 

filJtCliT i CN, T i BN, T i N& if (73 #JS fc-'iSHK 
ISltSr i:7iST-#5o #J;ttf, T i CNO/SSrT i CN 
It A I 2 0 3 Jgwr4Hc2S:^54&^-'«i^#cog*^303i9 
JOiCSir^, S7tA 1 2 0 3 @CD^-ffliJ<7?T i NJSfr±SOH!l 
S#cO{£ffl g!F 3 — rofegi] . &£,fttc «fc 5 ^n a n«ffl<75(6] 

fiT iCN, A I 2 O3 comA^ZT iC, T i BN, T 
iCNO, T i CO<0#JS^sS(t5r i:^-e#5, $ (a 

aS-eofccofc!t^i:/S5fc«)-(73i 5fCPS^L/t. * 
fc. ZiOTx^? hfcfcfi 1 0~ 5 OcoSSffif-fc'S 
flSftfcttfigSrJW^-CtS. ^Jf:;W2_3_jua*TiST?(i» 

[0 0 13] (b) XA<OBffBiajt*«IBJ0Xa, 3t^ 
^SSiSfc L < li^m^^m^T-m^ Lfz k # ,'" jfc« 

W^fltSrYi: L.1tt tie, Y/X©Iii2«±45SI 



(4) #gf 3 0 6 1 0 4 1 

8 

»SL<fi5W±Sri»fcL-CV5i:, #(C-ftib<73 

< ^E<750 7ira575^i-< ^SfiiJfclO — 1 0 0 u mAo 
fc(t««rtBi- (Hi, 2 4MB) . iffife<B3te¥«» 

■^.(Dmrn^mmm^mrnxm 5 0 ~ 1 0 0 u m.mst<f>-& 

«3 1 / 2 W±(7?^ $ fSSMil £ il^r (Sj (clg A £ ft 
fc*8©it4f + (i3#I) . rftfi, #I<o9^ 
«3l/2«±<73*SJ**«)*.»^«A*ftfci:ttc % 4# 

[0014] ( c ) 7)ft®m$i<D&mm<p<oAm<D o 

^ v k utriaSttft 6 * 5 M »b f - # v <r> ftwxik £ 
§j<73fii-g-^{g:< tezfztb, mmwmmzmmzjtm't-ft 

9, SSBHTcaa^iSjSltS ; i: K J: o tSB 

i/^cCi/^^fc^^fc-g-sft-sojis^-efc-s,, 
tools] (d) sffia^^^SBw^ajstfro^sco 

k, *aBa»6»w*"cjraLfc*«^/j:<49. mx' 

' ' -TSCi:(Cj;5@S5S:fi-c055^, )K<0*IBt(r i -5«^oo 
40 tfJD^«HWT?$ 5 LV>. $ 1}(rfB^)ft«iM 

«Bott«««p«5*snni««)jp«&itsr i o M mtiiTt-rs 

CtJCfciJ, JJjfe«»SB{cAffip*ftfc«JMffi^iS1*^ 

fc«>it*«t£iS«l*l±-r5WC»K:ff*LV\ 
[0016] (e) flner/u5-#-JB<o4>/j:< i t— Jifl 

<Ti" 5 y 7 -V^^tt®^ ^ if Srffl v ^ W^&X li'< 
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attics d t-< < *fcr^5+Jio»»a««uwc 

EDS (ENERGY DISPERSIVE SPE 10 
CTROSCOPY) Mt5rilCiotfft4IS 
i>\ •S-&05BJfffi*W*9 s/ tfv^»lc:3t**««l, SE 
M, EDS^i^St'fi 1 ^ r t^T'**., 

[0017] Bfffar/us ^-®^^$tufcSH5^-c 

Sffi(-StUL7t^ailA^CimSPflfi§/43 0. 5~5 ym. 

^3 ~ 3 0 ju m.CDTX^-9 Y tttf 5 £t-h£? £ L < fi 1 0 
~5 OtfJmtfi^ibfcaiftSKfc^ ^>-Cfc5*&, tL 20 

HLti-^^to^.5o%w±ffe4i:, sfriaa$fcs 
mmmtw-mzmm Lftv , *ara±a«^-flELfc'9-r« 

;WS'>4<, AEONS' fv^^ib<73@*^^JKcofi| 
113-5 0 Mnair-f S.OjflSjifS 30 

(0018] Sfr|s®5j!-g-&*B}cJ!Ji^JS.. (wc ja 

5 k , *StoMfflfii]Jfc;fjfc:.fc 0 JdiBS Lfc t # (eg 
aW3tB^T-<D©tfe4Sft±LT^3fc*, *.3ixttJS.L 

tt ^oifta#H«-c«ug-r 5 n i fc «fc ot'#5 w t i«T? 
-?:C0J?:$(i5~ 5 0 u mibm^. Lt/\, 1WSEI& 40 

tltiT^4C0tK-7;KtWfL^\ strie 



#ff 3 0 6 1 0 4 1 
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(CH 3 CN) , W = h/u=. h t 

&SC^tt4CVDffilCj:or8 0'OtKll 0 0 
0 "CfilTOiMS-etta £*UT^ 5 i: m.S.itJ-9 

[0019] 

[USStfJ] BT, **«ICJ:9; ,aW»W*RWi"5^, 

(Higtf'J 1 ) *4%T- 8 7 %WC - 4 % T i C - 2 % Z 
r C - 7 %C o ' , £5Mw«®^jS&*5r7' t« M 

m^m^x- Hoot, i mm&wn&wxmm u, 

¥ff, 735fcMSSrfTV\ I S OltCNMG 1 2 0 4 0 
8 ^i#«(73a51^Si5 : --y^'§ : ^L7t 0 r©f y/IC 
T^/4 i iblilMlc&'7>3^co^«^$rCVDi'i}cj; 19 3- 

Kf(D0. 3nimTiC-8(imTiCN (7^ F 
fct3) -0. 5(imTiCNO-l. Tjina-TA'; 
^--0. 5^mT iN (Sill ljim) 
m9<2>0. 3 mT i N- 8 («mT.i,CN (TX<<9 b 
tb3) -0. 5(imTiCNO-l. 7 /u m a — T/KS,.. 
-r- 0. 5 /i mT i N (gRfl 1 mn)' J. 
S1K<3) 0 . 3(imTiN-8/imTiCN"(7^ . .' 
fcb 7 ) -0. 5 m mT i C N O - 1 . 7_m ma^pr/k^ 
■T- 0. 5 /i mT i N (M^i? 1 1 n m) . 7" 
[0 0 2 0] «f®OT, i p.NM^a^-ttjfSl 

0 0 °C L, T*s<9 Y Vctytf} 7 C0.|£^: a H a T L G N 
SB, astfB^ffli: tJc/fft 1 l^mT-feofc, 

[0021] $ 6c, rottaag^osst,,^ 

WIBKlW&A/^tt. ««ffi*rWM*T?# 1 4 Offl^-ft 

K5S^arffli/\ WBiJj$*3 0 m/ sec, 
2 0c m/ sec, ^0 *? ii^4 4 jt m (^) , 2dm 

&¥ffiWlMU HIC, 5FS«E"C# 1 5 0 OCDy-r-t^V 

K-<— ^. ht-fiif , ?k\z# 3 o o o^y^-Y^y- 

o o-c-a^u, ^S<t:Lfc 0 
[0 0 2 2] 
[3E1] 



il 



(6) 



4#fF3 0 6 1 0 4 1 
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» 

Na 


St 

m 

.8 
5* 


X Y 


7} 4c S « & O & a & <0 

^5 jdc a> im» • jtj y u -n ■* 

rt«aft**>rtt>L< 

iira^^3^-an * sis 


-Bk. 3 

(am) 


m 


zn 


an 


«** 




1-1 


(D 


90 


90 


10 


12 




11 




1-2 


CD 


30 


90 


5 


12 




IL 




1-3 


(D 


10 


90 


a 


12 


u 


*>> 




t-4 


<2> 


90 


90 


30 


12 


u 


a L 




1-5 




30 


90 


40 


11 


u 


£ t 




1-6 


® 


30 


90 


80 


7 


U 




o 


1-7 




30 


30 


30 


12 




net 




1-8 


<3) 


15 


30 


40 


8 


n 


'XL 




1-9 


<3) 


.10 


30 


SO 


7 


u 


*L 




1-10 




S 


30 


75 


7 






0 


1-11 


® 


2 


30 


30 


7 






o 


1-12 


0) 


15 


30 


40 


7 








1-13 


0) 


30 


15 


30 


12 








1-14 


0) 


10 


30 


70 


7 






o 


1-15 


(3) 


15 


30 


40 


8 




* L 




1-16 




10 


30 


40 | 7 




*0 





[0 0 2 3] r. ft <b <£>?••;/ 7* ^-ffli^-c, i4l:*t 
SCM4 3 5»fi» (^(c:4Oi0*z)Sfc9, »figg^ 20 

ttfcMBE-*-* £ £ tic, SCM4 3 5«Ml*t«rffik>t 
TEftft-CBJWSttT 1 ^ h 1 SrJMfcL-fc.. 
[0 0 2 4] 

b^ss^* h i 





10 0 m/m i n 




0 . 3 mm/ rev 




2mm 








PCLNR 2 5 2 5-4 3 



30 



[0 0 2 5] 



40 





2 6 0 m/m in 




0. 3 5mm/ r e v 




i . 5 mm 




3 0# 




Sit 




PCLNR 2 5 2 5-4 3 



50 



[0 0 2 6] t©MS!rg 2 K^i-flS, *TJI# 0 1" 3 
M mCOT i N"C, ^OTididT *<<t bttrf3t> L < fi 
7 <Ot£«alcOT i C NJSItJS 8 m mSSSnfeUf®, G 

CltllS^BJ (1) (a) Zffifc-f) 

U SfffBfS^ (1) <T> (b) , (c) i (d) , (e) 
^«>&If{4=£7jtfc^f£**No. 1-6, 1-10, 1 - 
11, 1-1 4€fy^ (sMSSSS) tt*T®7i s T i N 

■cftv "«»n o . i - i a» e, i - 3 *s j: t>'!fl«©, <3>-c 
*>5a«. tgfifcgf* (b) , (c) , (d) , (e) <m>- 
fW'^ifc^il^No. 1-4, 1-5. 1- 
7, 1-8, 1-9, 1-12, 1-13, 1-15, 

i-i 6Ktfc"<-c, «ftfc»4cai4, 

10Mm«Tt*5^No. 1-10, 1-11, 1 

- 1 4 nmzmtitzmiKm^Rxim^^mLtz, £ 
<b(c y/x (jjjteafcffirofcsmnwspifcttx, a»f 



(7) 

13 

HlC*)4.K**No. 1-10, 1 - 1 1 ttWdffixfcS * [00 2 7] 

fctHttJWWJW&tt*:* Lfc. * I* 2 ] 

«2 



K 

*>* 




Yx 


f-x r l 


(mm) 


a 




(a} 


<•) 


CO 


(d) 


(a) 




w 

-.a 


1-1 




x 


x 


x 


x 


i 


2 


0. 41 




1-2 


X 




x 


x 


x 


a 


3 


0. 45 




1-3 


X 




x 


x 


o 


9 


10 


0. 38 




1-4 


o 




x 


x 


x 


1 


3 


0.34 




1-5 


o 


0 


X 


X 


X 


3 


17 


0.33 




1-6 


o 


0 


O 


O 


O 


3 


75 


0. 27 


o 


i-7 . 


o 


X 


X 


X 


X 


1 


8 


0.29 




1-8 


o 


0 


X 


O 


X 


2 


25 


0.28 




1-9 


. o 


o 


O 


O 


X 


3 


34 


.0.23 




1-10 


0 


o 


O 


o 


O 


8 


105 


0. 10 


o 


1-11 


o 


o 


O 


o 


O 


13 ■ 


121 


0. 18 


o 


1-12 


o 


o 


X 
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CLAIMS 



(57) [Claim(s)] 

[Claim 1 ] In the cutting tool made from a covered cemented carbide which made the base the cemented carbide which 
made WC the matrix and made the iron-group metal the binder phase, and prepared two or more enveloping layers in 
the front face of the base (a) on the cross-section organization where the innermost layer which adjoins the base of this 
enveloping layer is the titanium nitride which is the thickness of 0.1-3 micrometers, the 0.5-1 0-micrometer alumina is 
further covered at least by the upper layer, and the edge-of-a-blade ridgeline section of the (b) aforementioned tool 
carried out mirror polishing The average crack interval in the covering film of the edge-of-a-blade ridgeline section is 
smaller than the average crack interval in the covering film of a flank, (c) It is 50% or more which has the nose of cam 
of the crack by the side of a base in the interface between those layers in the upper layer rather than the inside of the 
titanium nitride of the aforementioned innermost layer, or a titanium nitride among the cracks in the covering film of 
the aforementioned edge-of-a-blade ridgeline section, (d) The average length of the crack in the covering film of the 
aforementioned edge-of-a-blade ridgeline section is shorter than the average of the covering thickness in a flank, (e) 
Cutting tool made from a covered cemented carbide characterized by the thing of the aforementioned alumina layer for 
which a monostromatic is removed at least in an part of edge-of-a-blade ridgeline section [ at least ], and the lower 
layer front face of this alumina layer is exposed. 

[Claim 2] The cutting tool made from a covered cemented carbide according to claim 1 characterized by covering 
further at least the charcoal titanium nitride which becomes the upper layer of the titanium nitride of the 
aforementioned innermost layer from a columnar crystal with five or more aspect ratios of with a thickness of 3-30 
micrometers. 

[Claim 3] The cutting tool made from a covered cemented carbide according to claim 2 characterized by the thing in 
the inside of the charcoal titanium nitride which the nose of cam of the crack by the side of the aforementioned base 
becomes from the aforementioned columnar crystal in the titanium nitride of the aforementioned innermost layer 
among the cracks in the covering film of the aforementioned edge-of-a-blade ridgeline section, or an interface with the 
charcoal titanium nitride which consists of the aforementioned titanium nitride and the aforementioned columnar 
crystal being 50% or more. 

[Claim 4] The cutting tool made from a covered cemented carbide according to claim 1 to 3 characterized by the thing 
in the inside of the charcoal titanium nitride which the nose of cam of the crack by the side of the aforementioned base 
becomes from the aforementioned columnar crystal in the titanium nitride of the aforementioned innermost layer 
among the cracks in the covering film of the aforementioned edge-of-a-blade ridgeline section, or an interface with the 
charcoal titanium nitride which consists of the aforementioned titanium nitride and the aforementioned columnar 
crystal being 80% or more. 

[Claim 5] The average of the crack interval in the covering film of the aforementioned edge-of-a-blade ridgeline 
section is a cutting tool made from a covered cemented carbide according to claim 1 to 4 characterized by being 10 
micrometers or less. 

[Claim 6] The cutting tool made from a covered cemented carbide according to claim 1 to 5 characterized by the value 
of Y/X filling two or more relations when the average of the crack interval in X and the covering film of a flank is set 
to Y for the average of a crack interval on the aforementioned cross-section organization among the crack intervals in 
the covering film of the edge-of-a-blade ridgeline section. 

[Claim 7] The cutting tool made from a covered cemented carbide according to claim 1 to 6 characterized by the crack 
interval in the enveloping layer A exposed to the front face in the portion from which the aforementioned alumina layer 
was removed being 0.5-5 micrometers. 

[Claim 8] The cutting tool made from a covered cemented carbide according to claim 2 to 7 characterized by being the 
charcoal titanium nitride which the aspect ratio whose enveloping layer A exposed to the front face in the portion from 
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which the aforementioned alumina layer was removed is the thickness of 3-30 micrometers becomes from five or more 
columnar crystals, 

[Claim 9] The cutting tool made from a covered cemented carbide according to claim 2 to 8 characterized by it being 
50% or more which exists only in the charcoal titanium-nitride film which consists of the aforementioned columnar 
crystal among the cracks in the covering film of the aforementioned edge-of-a-blade ridgeline section, and is not 
penetrated to the enveloping layer of the upper and lower sides. 

[Claim 10] The cutting tool made from a covered cemented carbide according to claim 1 to 9 characterized by having a 
** beta layer in the aforementioned cemented carbide front face. 

[Claim 11] The alumina layer by which removal was carried out [ aforementioned ] is a cutting tool made from a 
covered cemented carbide according to claim 1 to 10 characterized by being a kappa alumina. 
[Claim 12] The crack in the covering film of the aforementioned edge-of-a-blade ridgeline section is a cutting tool 
made from a covered cemented carbide according to claim 1 to 1 1 characterized by being mechanically introduced 
after coating. 

[Claim 13] The cutting tool made from a covered cemented carbide according to claim 2 to 12 characterized by being 
covered by the CVD to which the charcoal titanium nitride which consists of the aforementioned columnar crystal 
makes organic CN compound reactant gas by 800-degree-C or more temperature of 1 000 degrees C or less. 



[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[The technical field to which invention belongs] About a cutting tool, especially this invention is the optimal as a 
cutting tool made from a covered cemented carbide used for cutting of steel and cast iron, and it is simultaneously 
made excellent [ this invention ] in abrasion resistance and deficit-proof nature 
[0002] 

[Description of the Prior Art] Conventionally, as the tool quality of the material for metallic-material cutting, although 
cemented carbide (alloy which added the charcoal nitride of Ti, Ta, and Nb into the WC-Co alloy or the WC-Co alloy) 
has been used As a result of cutting conditions' having accelerated in recent years, by CVD or PVD to cemented 
carbide The element periodic table IVa, The operating rate of the cemented carbide tool which covered the covering 
film which consists of carbide, such as Va, a Via group metal, and aluminum, a nitride, a charcoal nitride, a 
carbonation object or a HOU nitride, oxides, or these solid solutions in thickness of 3-15 micrometers is increasing. 
Covering thickness is in the inclination which becomes still thicker, and the CVD covered cemented carbide of 
thickness 20 micrometers or more is also proposed. By such CVD covered-cemented-carbide tool, from the difference 
in the coefficient of thermal expansion of a covering film and a base material, it pulled in the covering film by the 
cooling process after coating, residual stress occurred, and the trouble that the deficit-proof nature of a tool fell was 
pointed out. 

[0003] On the other hand, the mechanical shock was given by methods, such as a blast, on the surface of the covered 
cemented carbide, the crack which even the base material penetrated in the covering film was introduced, and the 
proposal (JP,7-6066,B) which improves deficit-proof nature was made. Although it was checked to some extent by the 
method of this proposal that deficit-proof nature improves, since the crack which even the base material penetrated was 
beforehand introduced into the covering film, the crack length became long beforehand, deficit-proof nature fell [ this 
long crack ] by the basis, or disorder arose in wear of a covering film, and there was a trouble of Griffith that abrasion 
resistance fell. 
[0004] 

[Problem(s) to be Solved by the Invention] Thus, in the conventional surface coating cemented carbide tool, there is a 
problem that abrasion resistance falls on the contrary, and this is not yet canceled by the state of the crack given when 
the thickness of a covering film was made to increase, the deficit-proof nature of a tool fell or a crack was 
comparatively given beforehand into the large covering film of thickness, in order to increase abrasion resistance. In 
view of this conventional situation, this invention raises deficit-proof nature and both wear-resistant properties, and 
aims at offering the covered-cemented-carbide tool to which reinforcement of the tool life was carried out 
[0005] 

[Means for Solving the Problem] WC is made into a matrix, as a result of this invention persons* inquiring 
wholeheartedly, in order to attain the above-mentioned purpose. The cemented carbide which made the iron-group 
metal the binder phase is made into a base, after covering specific membraneous quality and the ceramic film of 
structure on the front face by thermal or controlling strictly by the mechanical technique the crack length and crack 
interval which are introduced into a covering film Deficit-proof nature and both wear-resistant properties were raised, 
and it found out that the reinforcement of the tool life could be carried out sharply. That is, this invention consists of ' 
each invention as which it was specified as summarized below. 

[0006] (1) In the cutting tool made from a covered cemented carbide which made the base the cemented carbide which 
made WC the matrix and made the iron-group metal the binder phase, and prepared two or more enveloping layers in 
the front face of the base (a) The innermost layer which adjoins the base of this enveloping layer is a 0.3-1 -micrometer 
titanium nitride preferably the thickness of 0.1-3 micrometers. On the cross-section organization where the 1-5- 
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micrometer alumina is further covered preferably by the upper layer at least the thickness of 0.5-10 micrometers and 
the (b) aforementioned tool carried out mirror polishing to it The average crack interval in die covering film of the 
edee-of-a-blade ridgeline section is smaller than the average crack interval in the covenng film of a flank, (c) -- the 
nose of cam of the crack by the side of the base among the cracks in the covering film of the aforementioned edge-of- 
a-blade ridgeline section - the inside of the titanium nitride of the aforementioned innermost layer or a titanium 
nitride -- the interface between those layers in the upper layer (the interface of a titanium nitride and the right above 
laver of it --) The thing in the interface between each class in the upper layer is 50% or more, and the average length ot 
the crack in the covering film of the (d) aforementioned edge-of-a-blade ridgeline section is shorter than the average of 
the covering thickness in a flank, (e) Cutting tool made from a covered cemented carbide characterized by the thing ot 
the aforementioned alumina layer for which a monostromatic is removed at least in an part of edge-of-a-blade ndgeline 
section [ at least ], and the lower layer front face of this alumina layer is exposed. 

T00071 (2) It is a cutting tool made from a covered cemented carbide given in the charcoal titanium nitride which 
consists of a columnar crystal of 10-50 preferably five or more 5-15-micrometer aspect ratios, and the above (1) further 
characterized [ at the upper layer of the titanium nitride of the aforementioned innermost layer ] by covering the 1-5- 
micrometer alumina further at least preferably the thickness of 0.5-10 micrometers the upper layer the thickness of 3- 
30 micrometers. (3) It is a cutting tool made from a covered cemented carbide given in the above (2) whose thing in the 
inside of the charcoal titanium nitride which the nose of cam of the crack by the side of a base becomes from the 
aforementioned columnar crystal in the titanium nitride of the aforementioned innermost layer among the cracks in the 
covering film of the aforementioned edge-of-a-blade ridgeline section, or an interface with the charcoal titanium nitride 
which consists of the aforementioned titanium nitride and the aforementioned columnar crystal is charactenzed by 
being 80- 100% preferably 50% Or more. . , n 

r00081 (4) the above - the edge of a blade - a ridgeline - the section - covenng - a film - inside - a crack - an 
interval - the average - ten - micrometer - less than - it is - things - the feature - ** - carrying out - the above - 
(- one -\ - (- three --) - either - a publication ~ a covered cemented carbide - make - a cutting tool . 

(5) the above - a cross section - an organization - a top - the edge of a blade - a ridgeline - the section - covenng - 

- a film - inside - a crack - an interval - inside - a crack - an interval - the average - X - a flank - covenng - a 
film - inside - a crack - an interval - the average - Y - ** - having carried out - the time - Y/X - a value - two - 
more than - desirable - five -- more than -- a relation -- filling - things -- 

(6) the above - an alumina - a layer - removing - having had - a portion - a front face - having exposed - an 

envdoping layer - A - thickness - three 30 - micrometer - desirable - five 15 - micrometer - an aspect 

ratio ~ five - more than - desirable - ten 50 - a columnar crystal - from - becoming - charcoal - a titanium 

nitride --it is -things- the feature --**-- carrying out --the above --(-- two --)--- . 

(7) the above - an alumina - a layer - removing - having had - a portion - a front face - having exposed - an 
enveloping layer - A - inside - a crack - an interval - 0.5 - five - micrometer - desirable - one - three - 
micrometer - it is - things ~ the feature - ** - carrying out - the above ~ (-- one --) - (-- six --) ~ either - a 
nublication - a covered cemented carbide - make - a cutting tool . . . 
[0009] (8) the above - the edge of a blade - a ridgeline - the section - covering -- a film - inside -- a crack - inside - 

the above - a columnar crystal - from - becoming - charcoal - a titanium nitr.de -- a film - existing - the - the 
uoper and lower sides - an enveloping layer - penetrating - **** - a thing - 50 - % - more than - desirable - 70 - 

- - 100 ~ % ~ it is ~ things - the feature - ** ~ carrying out - the above ~ (-- two --) . . . 
(9) The cutting tool made from a covered cemented carbide given in either of above-mentioned (1) - (8) charactenzed 
bv having a** beta layer in the aforementioned cemented carbide front face. 

fOOlO] (10) The alumina layer by which removal was carried out [ aforementioned ] is a cutting tool made from a 
covered cemented carbide given in either of above-mentioned (1) - (9) charactenzed by being a kappa alumina^ 
nlTThe crack in the covering film Of the aforementioned edge-of-a-blade ridgeline section is a cutting tool made from 
a covered cemented carbide given in either of above-mentioned (1) - (10) charactenzed by being mechanically 

introduced after coating. . . ^ 

(12) the above - a columnar crystal - from - becoming - charcoal - a titanium nitnde --organic - CN - a 
comnound ~ reactant L - ** -- carrying out - CVD - 800 - degree C - more than - 1000 - degree C - less than - 
Sble - 850 -^-9?0 - degreeT- femperature - covering - having had - things - me feature - ** - carrying 
out - me above - (-- two --) - - ~ (-- 1 1 ~) ~ either - a publication - a covered cemented carbide - make - a cutting 

rm a crack - each - an enveloping layer - thickness - one - /-- two - more than - a crack length - having - things 
( -- me Sure -- - -- carrying out - Vabove - (- one -) - (- 12 -) - either - a publication - a covered cemented 
carbide - make — a cutting tool . 
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(14) The cutting tool made from a covered cemented carbide given in either of above-mentioned (1) - (13) 
characterized by being in the range whose sum total of the thickness of an enveloping layer is 3-50 micrometers. 
In addition the interlayer may be covered between the titanium nitride covered to the aforementioned innermost layer, 
and the chaVcoal titanium nitride of the aforementioned columnar crystal, and between the charcoal titanium nitride of 
the aforementioned columnar crystal, and the aforementioned alumina layer. The layer which consists of 
************ with a thickness of about 0.1-5 micrometers, a titanium carbide, **** titanium oxide, etc. as an 
interlayer is mentioned. 

[Embodiments of the Invention] Further for the cemented carbide or the need which made WC the matrix and made the 
iron-group metal the binder phase to respond according to this invention Ti, In the cutting tool made from a covered 
cemented carbide which made the base the alloy which added charcoal nitrides, such as Ta and Nb, and prepared two 
or more enveloping layers in the front face of the base (a) The innermost layer which adjoins the base of this 
enveloping layer considers as a 0.3-1 -micrometer titanium nitride preferably, and covers preferably 0.5-10 micrometers 
of 1 -5-micrometer aluminas further at least in the upper layer the thickness of 0. 1 -3 micrometers. Furthermore, the 
charcoal titanium nitride which consists of a columnar crystal of 10-50 preferably is preferably covered five or more 5- 
1 5-micrometer aspect ratios the thickness of 3-30 micrometers between the aforementioned titanium nitride and 
aforementioned alumina, (b) On the cross-section organization where the aforementioned tool earned out mirror 
oolishine the average crack interval in the covering film of the edge-of-a-blade ridgeline section makes it narrower 
Sum the average crack interval in the covering film of a flank, (c) It is 80 - 100% which has the nose of cam of the 
crack by the side of a base in the interface between those layers in the upper layer rather than a titanium nitride in the 
titanium nitride of the aforementioned innermost layer among the cracks in the covering film of the aforementioned 
edee-of-a-blade ridgeline section preferably 50% or more. When the charcoal titanium nitride which becomes the 
upper layer of the titanium nitride of the aforementioned innermost layer from the aforementioned columnar crystal is 
covered the thing in the inside of the charcoal titanium nitride which consists of the aforementioned columnar crystal, 
or an interface with the charcoal titanium nitride which consists of the aforementioned titanium nitride and the 
aforementioned columnar crystal is 80 - 100% preferably 50% or more in the titanium nitnde of the aforementioned 
innermost layer, (d) The average length of the crack in the covering film of the aforementioned edge-of-a-blade 
ridgeline section makes it shorter than the average of the covering thickness in a flank, (e) The thing of the 
aforementioned alumina layer for which a monostromatic is removed at least in an part of edge-of-a-blade ridgeline 
section T at least 1 is important. , . , 

[0012] (a) - (e) in the above-mentioned invention (1) and the reason for limitation of other invention are explained 

(a) Wnen excelled in the adhesion force over a cemented carbide material, the innermost layer was made into the 
titanium nitride because it excelled very much as membraneous quality which prevents the crack in a covering film 
penetrating to a base material. In less than 0. 1 micrometers, the thickness could not expect the effect, but since abrasion 
resistance would fall if it is made thicker than 3 micrometers, it limited it in this way. Furthermore, when the upper 
alumina film carried out high speed cutting of steel or the cast iron, the effect was small in it being required from a 
viewpoint of face-wear suppression, and the thickness being less than 0.5 micrometers and 10 micrometers was 
exceeded, since the fall of deficit-proof nature was remarkable, it was limited in this way. Especially a de^ e thing 
is 1-5 micrometers. Two or more alumina layers may be prepared and can carry out a laminating to TiN, TiCN, TiC, 
TiBN a TiBNO layer, etc. suitably in that case here at the shape of sandwiches. Furthermore, inside an alumina layer, 
each class, such as TiC, TiBN, TiN, TiBNO, TiCO, and TiCNO, can be prepared, and, outside, each class such as 
TiCN TiBN and TiN, can be prepared suitably. For example, they are a TiCN layer and aluminum 203 about a 
TiCNO layer" When preparing between layers, it is useful to the increase in both adhesive strength, and it is aluminum 
203 The TiN layer of the outside of a layer is useful to improvement in the goods value by golden-izmg the color 
exception of the used comer at the time of cutting. Moreover, as a layer which adjoins the TiN layer of an innermost 
Tayer they are TiCN and aluminum 203. Each class of TiC, TiBN, TiCNO, and TiCO can be prepared in others. A 
charcoal titanium-nitride film is covered between the aforementioned titanium nitride and the aforementioned alumina 
still more preferably. Having covered from a wear-resistant viewpoint was desirable, and it was that an aspect ratio 
considers as five or more columnar-crystal films, this charcoal titanium-nitride film tended to introduce a crack, and 
since the film itself became tough, it limited it in this way. Moreover, this aspect ratio can expect the performance 
which was excellent especially when it was in the range of 10-50. By less than 3 micrometers, smee the fal of deficit- 
proof nature became remarkable when the wear-resistant improvement effect was small and became thicker than 30 
micrometers, the thickness was limited in this way. r- r 

JoOl^wS^ destruction of the film by introducing a crack too much with the flank which the deficit-proof nature 



Page 4 of 1 1 

at the time of intermittent cutting improves, and governs abrasion resistance, defluxion, and an ablation phenomenon 
can be suppressed if the average crack interval in the covering film of the edge-of-a-blade ridgeline section is narrower 
than the average crack interval in the covering film of a flank when it gazes at the cross-section organization of a tool 
with an optical microscope or a scanning electron microscope after mirror-plane processing, it is desirable. Especially, 
on the aforementioned cross-section organization, when five or more were filled preferably, the relation which the 
value of Y/X becomes two or more about it when the average of the crack interval in X and the covering film of a flank 
is set to Y, and since especially these effects showed up notably, the average of the crack interval in the covering film 
of the edge-of-a-blade ridgeline section was limited in this way. In addition, the aforementioned edge-of-a-blade 
ridgeline section points out the position where the center section (even the bond section with a rake face or a flank is 
said as a range) of the edge-of-a-blade ridgeline section and the aforementioned flank entered in the flank center 
section, and 0-100 micrometers of rake faces entered into the rake face side from the edge-of-a-blade ridgeline section 
and the bond section of a rake face ( drawin g 1 , two references). Moreover, observation of the cross-section 
organization by an aforementioned optical microscope or an aforementioned scanning electron microscope takes a 
photograph of the covering film of the appointed place by about about 50-100-micrometer length in distance, and 
evaluates the introductory state of a crack using this. However, when you extend a measurement visual field when 
there are few crack numbers introduced with this observation visual field, and the appointed place has only a length of 
less than 50 micrometers, let only measurable distance be a measurement visual field. A crack here points out the thing 
of the crack introduced into the covering film front face and the perpendicular direction by the 1/2 or more length of 
the thickness of each enveloping layer (refer to drawing 3 ). This is for especially the film of each class to carry out 
toughening, and for cutting-ability ability to improve, when the crack of 1/2 or more crack lengthes of the thickness of 
each class is introduced. Moreover, when the average crack intervals of each enveloping layer differed, the smallest 
average crack interval was made into the average crack interval of this invention. 

[0014] The nose of cam of the crack by the side of a base material among the cracks in the covering film of the edge- 
of-a-blade ridgeline section (c) The inside of the titanium nitride of the aforementioned innermost layer, If there is 50% 
or more of things which have stopped at the inside of the charcoal titanium nitride which consists of the 
aforementioned columnar crystal, or the interface of a charcoal titanium nitride which consists of the aforementioned 
titanium nitride and the aforementioned columnar crystal, since the rate of the crack which even the base material 
penetrated will become low, Since the phenomenon in which a covering film separates and abrasion resistance falls 
when the crack penetrated to the base material at the time of intermittent cutting serves as a source of stress 
concentration, cemented carbide breaks, and a loss is suffered or the cemented carbide directly under a covering film 
breaks can be suppressed, it is desirable. It is especially a desirable thing at 80% or more of the time. In addition, when 
the nose of cam of the crack by the side of a base material is in the titanium nitride of an innermost layer, and the 
interface of a base material and the crack has not penetrated to a base material for the reason for the above, naturally it 
is contained in this invention. 

[0015] (d) Since the increase in wear by destruction of the superhard base material by a cemented carbide base material 
oxidizing at the crack nose of cam which the crack at which it penetrated even the base material from the front face 
when the average length of the crack in the covering film of the aforementioned edge-of-a-blade ridgeline section was 
shorter than the average of the covering thickness in a flank decreased, and was penetrated to the base material at the 
time of high speed cutting, and ablation of a film can be suppressed, it is desirable. Furthermore, since the cutting 
stress by which the load was carried out to the edge-of-a-blade ridgeline section by setting the average of the crack 
interval in the covering film of the aforementioned edge-of-a-blade ridgeline section to 10 micrometers or less can 
carry out prevention of concentrating at the specific nose of cam of a crack, i.e., stress distribution, when deficit-proof 
nature improves, especially since anomalous attrition is suppressed and abrasion resistance improves, it is desirable. 
[0016] (e) Remove by the grinding method using a brush, an elastic grinding stone, etc. which a monostromatic is an 
part of edge-df-a-blade ridgeline section [ at least ], for example, adhere and contain an abrasive grain at least or barrel 
approach of the aforementioned alumina layer, and the blast approach, and expose the lower layer front face of this 
alumina layer. Since it carries out in order for this to prevent ablation of a covering film and to improve deficit-proof 
nature and abrasion resistance, the phenomenon which **-ed material welds by removing a part of alumina layer is 
suppressed, the flow of the deficit of the increase -> coat of a welding -> cutting force stops being able to happen easily 
and destruction of an alumina layer can be suppressed, the anomalous attrition by the destroyed alumina particle 
scraping a flank can be suppressed, the method of removal — the cutting edge of the edge-of-a-blade ridgeline section - 
- it is desirable to make a perimeter attain to In addition, judgment whether the alumina layer is removed observes a 
tool front face by SEM, and it can carry out by photoing a composition image or carrying out EDS (ENERGY 
DISPERSIVE SPECTROSCOPY) analysis, and also it can perform the cross section of an alloy by methods, such as 
an optical microscope, SEM, and EDS analysis, after polish wrapping. 
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[0017] Moreover, since it excels especially that the crack interval in the enveloping layer A exposed to the front face in 
the portion from which the aforementioned alumina layer was removed is 0.5-5 micrometers in welding-proof nature 
and abrasion resistance and deficit-proof nature improves wonderfully, it is especially desirable. Moreover, when the 
enveloping layer A exposed to the front face in the portion from which the aforementioned alumina layer was removed 
is the charcoal titanium nitride which the aspect ratio which is the thickness of 3-30 micrometers becomes from the 
columnar crystal of 10-50 preferably five or more, Or since the crystal grain of the charcoal titanium-nitride film which 
becomes that it is 50% or more which exists only in the charcoal titanium-nitride film with which the crack in the 
covering film of the aforementioned edge-of-a-blade ridgeline section consists of the aforementioned columnar crystal, 
and is not penetrated to the enveloping layer of the upper and lower sides from the aforementioned columnar crystal is 
pillar-shaped, It has that a crack progresses to a film front face and parallel, or cracks coalesce [ little ], and since 
cutting to which the load of a shock like [ at the time of intermittent cutting ] is carried out repeatedly can also suppress 
the rapid wear increase phenomenon by the welding deficit from a membranous chipping, or ablation of a film, it is 
desirable. As for the total thickness range of covering, in the covered cemented carbide of this invention, it is desirable 
to be referred to as 3-50 micrometers. 

[0018] Next, since the toughness in the superhard base material surface section will improve when a crack progresses 
into a base material with cutting stress if it has the ** beta layer (layer which does not have any sludges other than WC 
and a binder-phase metal) on the aforementioned cemented carbide front face, it is hard to carry out crack progress, and 
deficit-proof nature can improve further. Furthermore, if the portion with a degree of hardness higher than the interior 
of an alloy exists directly under a ** beta layer, the balance of deficit-proof nature and abrasion resistance will 
improve. A ** beta layer can be obtained by sintering the cemented carbide powder containing a nitride and/or a 
charcoal nitride in denitrification atmosphere, such as a vacuum, and the thickness has desirable 5-50 micrometers. 
Moreover, in order to remove an alumina film uniformly in the edge-of-a-blade ridgeline section, its kappa alumina 
which is easy to form a uniform particle is more desirable, and since the alumina layer by which removal was carried 
out [ aforementioned ] is excellent also in the abrasion resistance in the flank at the time of steel cutting, a kappa 
alumina is desirable [ the layer ]. In addition, the crack in the covering film of the aforementioned edge-of-a-blade 
ridgeline section can be mechanically introduced after coating, and the cutting tool made from a covered cemented 
carbide of this invention can be manufactured by controlling the grade of a mechanical shock. Methods, such as polish 
by the brush to which the abrasive grain other than the blast processing as a method which gives a mechanical shock 
was made to adhere, or the elastic grinding stone, and barrel processing, can be mentioned. Moreover, if the charcoal 
titanium nitride which consists of the aforementioned columnar crystal is covered by the CVD which makes reactant 
gas organic CN compounds, such as an acetonitrile (CH3 CN), a succinonitrile, torr nitril, acrylonitrile, and a 
butyronitrile, by 800-degree-C or more temperature of 1 000 degrees C or less, since a charcoal titanium-nitride film 
will tend to serve as a five or more-aspect ratio columnar crystal and the crack of a publication will be easy to be 
introduced into this invention, it is desirable. 
[0019] 

[Example] Hereafter, although an example explains this invention, thereby, this invention is not limited. 
(Example 1) The cemented carbide powder of the composition which becomes 87%WC-4%TiC-2%ZrC-7%Co by 
weight % was pressed, it sintered on condition that 1400 degrees C and 1-hour maintenance in vacuum atmosphere, 
**** edge-of-a-blade processing were performed, and the chip made from cemented carbide of the configuration 
of the ISO part number CNMG 120408 was produced. This chip was coated with three kinds of covering films as 
follows by CVD sequentially from the lower layer. 

-O.Smicro mTiN of membraneous ** 0.3micro alpha aluminas [ mTiC-8micromTiCN(aspect ratio 3)- 
0.5micromTiCNO-1.7micrometer ] (the 1 1 micrometers of the total thickness) 

-O.Smicro mTiN of membraneous ** 0.3micro alpha aluminas [ mTiN-8micromTiCN(aspect ratio 3)- 
0.5micromTiCNO-1.7micrometer ] (the 1 1 micrometers of the total thickness) 

-O.Smicro mTiN of membraneous ** 0.3micro alpha aluminas [ mTiN-8micromTiCN(aspect ratio 7)- 
0.5micromTiCNO-1.7micrometer ] (the 1 1 micrometers of the total thickness) 

[0020] In addition, at the time of TiCN film covering of membraneous **, it covered with 900 degrees C as an organic 
CN compound, using an acetonitrile as a raw material, and the aspect ratio formed the columnar-crystal TiCN film of 
about 7. Moreover, it covered so that any membraneous quality might become uniform [ the thickness of the edge-of-a- 
blade ridgeline section and a flank center section ] at the time of alumina film covering, using H2 S gas as addition gas. 
For this reason, any membraneous quality of covering thickness was [ the rake face section, the edge-of-a-blade 
ridgeline section, and the flank center section ] about 1 1 micrometers. 

[0021] Furthermore, the chip with which the crack states in the covering film which the size of an iron ball and 
projection speed are changed using an iron ball, and shows the front face of this covered cemented carbide in Table 1 
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differ was produced. In addition, the state of the crack in a covering film cuts each covered cemented carbide by the 
diamond wheel. After embedding to a resin so that a cutting plane can be seen, the diamond wheel of #140 is used for a 
cutting plane with a grinder. Scouring velocity 30 m/sec, feed-rate 20 cm/sec, the amount of slitting of 4 micrometers 
(first stage), Surface grinding of the thickness of about 300 micrometers was carried out on conditions (2 micrometers 
(middle) and 1 micrometer (second half)), and further, by the grinder, using the optical microscope, the field finished 
and ground was observed by xl 500 to rough grinding and the degree, and was quantified at the diamond paste of 
#3000 to them by the diamond paste of #1 500. 
[0022] 
[Table 1] 
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[0023] Next, while cutting the **-ed [ made from SCN435 ] material (round bar material which there are four slots in a 
periphery and becomes an intermittence configuration) shown in drawing 4 on the following conditions using these 
chips and evaluating the deficit-proof nature of each tool, the wear-resistant test 1 was carried out on the following 
conditions using **-ed [ made from SCN435 ] material. 
[00241 
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The life judging was missing, and considered as the generating time, and the lifetime was taken as 4 corner averages. 
[0025] 
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[0026] Although the result is shown in Table 2 Membraneous ** from which 8 micrometers of TiCN films of the 
columnar crystal of 3 or 7 were covered with TiN whose lowest layer is 0.3 micrometers for the aspect ratio by the 
upper layer, It covers [the requirements for composition (a) of the aforementioned invention (1) are satisfied]. ** (b) of 
the aforementioned invention (1), Although the chips (this invention article) of sample No. 1-6 which satisfy the 
requirements for composition of (c), (d), and (e), 1 - 1 0, 1 - 1 1 , and 1 - 1 4 are sample No. 1 - 1 to 1 -3 whose lowest layer is 
not TiN and membraneous **, and ** Compared with sample No. 1-4 which do not fill the requirements for 
composition (b), (c), (d) or, and (e), 1-5, 1-7, 1-8, 1-9, 1-12, 1-13, 1-15, and 1-16, the outstanding deficit-proof nature 
and abrasion resistance were shown. Sample No. 1-10 whose average of the crack interval in the covering film of the 
edge-of-a-blade ridgeline section is 10 micrometers or less especially, 1-1 1, and especially 1-14 showed the 
outstanding deficit-proof nature and outstanding abrasion resistance. Furthermore, sample No. 1-10 which have the 
value of Y/X (the average X of the crack interval of the edge-of-a-blade ridgeline section, the average Y of the crack 
interval in the covering film of a flank) in five or more ranges, and especially 1-11 showed the outstanding deficit- 
proof nature and outstanding abrasion resistance. 
[0027] 
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[0028] (Example 2) The chip made from cemented carbide of the configuration of the ISO part number CNMG 120408 
was produced by the same cemented carbide as an example 1. Covering membraneous ** indicated in the example 1 
was covered for this chip, surface treatment of the front face of this covered cemented carbide was earned out from the 
rake face side so that an alumina film might be removed using the brush made of nylon embedded inside in an part of 
edge-of-a-blade ridgeline section [ at least ] in the diamond abrasive grain of #800, and the chip with which the crack 
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states in the covering film shown in Table 3 differ was produced. The same cutting test as an example 1 was carried out 
using these chips. 
[0029] 
[Table 3] 
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[0030] The result is indicated all over Table 4. Although each of chips of sample No.2-3 to 2-7 which are this invention 
article showed the outstanding deficit-proof nature and abrasion resistance, sample No.2-6 whose rate which has a nose 
of cam by the side of the base material of the crack in the covering film of the edge-of-a-blade ridgeline section in the 
interface of an innermost layer titanium nitride, a charcoal titanium nitride, or both especially is 80% or more, and 
especially 2-7 showed the outstanding deficit-proof nature and abrasion resistance. 
[0031] 
[Table 4] 
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[0032] (Example 3) The chip made from cemented carbide of the configuration of the ISO part number CNMG 120408 
was produced by the same cemented carbide as an example 1 . this chip - the order from a lower layer ~ lmicromTiN- 
7micromTiCN-3micromTiC-2micrometer - a kappa alumina - the film of structure was covered In addition, a TiCN 
film is changing the coating temperature at the time of covering in 800 to 1000 degrees C, changing furnace internal 
pressure and a gas composition ratio further, using an acetonitrile, nitrogen gas, TiC14, and hydrogen gas as material 
gas or carrier gas, and covering, and the aspect ratio produced the thing of the range of 5 to 20. Furthermore, the chip 
with which the crack states in the covering film which carries out surface treatment of the SiC abrasive grain of #1200 
from a rake face side using the elastic grinding stone embedded inside, and shows the front face of these chips in Table 
5 differ was produced. The wear-resistant test 2 shown in the same cutting test and the same following as an example 1 
was carried out using these chips. 
[0033] 
[Table 5] 
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[0035] The result is indicated all over Table 6. Although each of chips of sample No.3-3 to 3-7 which are this invention 
article showed the outstanding deficit-proof nature and abrasion resistance The chip of No.3-4 to 3-7 which are the 
charcoal titanium nitride which the aspect ratio whose enveloping layer A exposed to the front face in the portion from 
which the aforementioned alumina layer was removed especially is the thickness of 3-30 micrometers becomes from 
five or more columnar crystals The performance excellent in the wear-resistant test 2 which is easy to carry out film 
ablation with the shock by the deficit-proof nature test 1 and intermittent cutting was shown. Moreover, especially the 
chip of sample No.3-5-3-7 in the range whose crack interval in an enveloping layer A is 0.5-5 micrometers showed the 
outstanding deficit-proof nature arid abrasion resistance. 
[0036] 
[Table 6] 
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[0037] (Example 4) The cemented carbide powder of the composition which becomes 87%WC-4%TiC-2%ZrCN-7% 
Co by weight % was pressed, it sintered on condition that 1400 degrees C and 1-hour maintenance in vacuum 
atmosphere, **** and edge-of-a-blade processing were performed, and the chip made from cemented carbide of the 
configuration of the ISO part number CNMG120408 was produced. That mirror polishing of the cross section of this 
cemented carbide can be carried out, about 25-micrometer ** beta layer can be formed in an alloy front face when it 
gazes at an organization with an optical microscope, and the portion with a degree of hardness higher than the interior 
of an alloy can be formed directly under a ** beta layer has checked by cross-section degree-of-hardness distribution 
measurement. The chip which does not have a ** beta layer on the alloy front face produced in this chip and example 1 
was coated with the covering film covered with the example 3. Furthermore, the size of an iron ball, projection speed, 
the degree of angle of projection, and projection time were changed using the iron ball like the example 1, blast 
processing of the front face of this covered cemented carbide was carried out, and the chip with which the crack states 
in the covering film shown in Table 7 differ was produced. 
[0038] 
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[0039] Next, the deficit-proof nature test 1 and the wear-resistant tests 1 and 2 were carried out like the example 1 and 
the example 3 using these chips. The result is indicated all over Table 8. Although each of chips of sample No.4- 1-4-6 
which are this invention article showed the outstanding deficit-proof nature and abrasion resistance, sample No.4-4-4-6 
which have a ** beta layer on an alloy front face especially have checked having the especially excellent deficit-proof 
nature and abrasion resistance as compared with sample No.4-1-4-3 which do not have a ** beta layer. It has checked 
that especially the chip of sample No.4-5 and 4-6 whose rate to which a crack exists only in a pillar-shaped TiCN film 
especially is 50% or more had the outstanding deficit-proof nature and abrasion resistance. 
[0040] 
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[0041] As mentioned above, this invention is not restricted by the above example although the example explained this 

invention in instantiation. 

[0042] 

[Effect of the Invention] Deficit-proof nature and abrasion resistance excellent in pinpointing quantitatively the interval 
of the crack in the enveloping layer of cemented carbide, the position at the nose of cam, etc. by this invention can be 
obtained. 
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